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An object of the present invention is to provide a record carrira- and a method 
of recording an image of high quaUty vising a laser beam, so that the adjustment of the laser 
powra: is not critical as regards the optical qualily. 

5 SUMMARY OF THE INVENTION 

The above objects are solved by the features of the independent claims. 
Further developments and preferred embodiments of the invention are outlined in the 
dependent claims. 

Jn accordance with the present invention, there is provided a record carrier 

10 comprising a pluralily of stacked layers, the optical properties of at least a part of the stacked 
layers being changeable by applying heat, fliexeby providing a stack of optical property 
changing layers, so lhat a visible pattern can be written on the record carrier by applying a 
laser beam to an upper surface of the stacked layers, wherein, depending on the power of the 
laser beam, the laser beam is able to reach the lower layers of the stack of optical property 

1 5 changing layers, characterized in that the temperature required to induce an optical property 
change increases from the upper to the lower optical property changing layers. Thus, the 
change of the optical properties of the layers is achieved by modulating the laser power. In 
order to change the optical properties of the upper layer only a low laser power is required. If 
the optical properties of the layer below tiie vipper layer are to be changed, the laser power is 

20 increased. The laser power has to be increased by a considerable amount since the 

temperature required to induce an optical property change in the layer below the upper layer 
is higher than tiie temperature required to induce an optical property change in the upper 
layer. Thus, when using tiie low power in order to induce an optical power change in the 
upper layer, an undesired optical property change in the layer below the upper layer is 

25 unhkely to occur. Therefore, the laser power difEerence for optical property changes in 
adjacent layers is large, hence the adjustment of the laser power is uncritical. 

The present invention is particularly advantageous with respect to an 
embodiment^ wherem the pluralily of stacked layers comprises a substrate on top of which 
the stack of optical property changing layers is arranged, and wherein the highest temperature 

30 is required for inducing an optical property change of the optical property changing layer tiaat 
is arranged at the smaUest distance to the substrate. Thus, the laser beam is supplied from tiie 
side of the optical property changing layers opposite to the substrate. Therefore, the substirate 
has no disturbing influence on the correct appUcation of an appropriate laser power. 
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According to a preferred embodiment, a cover layer is arranged on top of the 
optical property changing layers. The cover layer protects the optical property changing 
layers so that the material for these layers can be chosen independently firom the mechanical 
durability. Further, the thickness of the cover layer can be selected so that the arrangement is 
5 tuned to the system optics, thereby ensuring a correct focusing of the laser beam to the layer 
that is to be thermally influenced. 

This feature plays an important role when the substrate is formed by an optical 
disk. In systems for optical recording, the optical system is tuned to the transparent layers 
that have to be penetrated by the laser beam before reaching the layer on which the data are 
10 written. For DVD this layer has a thickness of 0.6 mm. Advantageously, a cover layer 

arranged on top of the optical property changing layers is of the same thickness. However, it 
might also be advantageous to have a cover layer of a different thickness, so that a laser spot 
v^th a larger writing spot size is generated. A larger spot is preferable to reduce the total 
writing time. Hie largest possible spot size depends on the required laser power to initiate the 

15 thermal decomposition. 

According to another embodiment, the plurality of stacked layers comprises a 
substrate on top of whidi the stack of optical property changing layers is arranged, and 
wherein the highest temperature is required for inducing an optical property change of the 
optical property changing layer that is arranged at the greatest distance to the substrate. In 

20 this embodiment, the substrate has, besides supporting the optical property changmg layers, 
the characteristic to receive the laser beam before it reaches the optical property changing 
layers. In that sense, the present invention is not Limited to the labeling of the optical disks 
but can also be applied in order to apply an image on different objects, that for example, have 
a layered stmcture as presently discussed. 

25 Advantageously, the stack of optical property changing layers comprises at 

least three layers, the optical power change being a color change and the color change of the 
at least three layers being different. Due to the provision of three layers that arc able to 
produce different colors, a colored image can be provided. With an appropriate selection of 
the colors involved, a colored picture can be generated that comprises all colors from the 

30 optical spectrum. 

Particularly, the color change of a particular layer induced by the laser beam is 
determined by the material the particular layer is made of. Possible materials are FeaOa for the 
red color, ZnCo204 for green, C0AI2O4 for blue. A further example is a layer of 
(Tia8sNio.o5Nbo.i)02 for yellow. Additional systems are Si-Cu, Sn-In, and Bi-Sn. 
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Preferably the color change induced by the laser beam is influenced by a 
chemical reaction between adjacent layers. This chemical reaction can influence the color 
change in addition to the thermally induced decomposition of a single layer, or the color 
change can completely be determined by the chemical reaction. 
5 In this context it is useful that interface layers are arranged between optical 

property changing layers. These interface layers provide barriers that improve the chemical 
stability at low temperatures. A chemical reaction between two adjacent layers is only 
possible when the intermediate layer breaks down due to headng. In this way, the size of the 
image pixels is better controllable. 
10 In accordance with the present invention, there is fiirther provided a method of 

recording an image on a record carrier, the record carrier comprising a plurality of stacked 
layers, the optical properties of at least a part of the stacked layers being changeable by 
applying heat, thereby providing a stack of optical property changing layers, so that a visible 
pattern can be written on the record carrier by applying a laser beam to an upper surface of 
15 the stacked layers, wherein, depending on the power of the laser beam, the laser beam is able 
to reach the lower layers of the stack of optical property changing layers, characterized in that 
the temperature required to induce an optical property change increases firom the upper to the 
lower optical property changing layers. 

Moreover an optical recorder for recording an image on a record carrier 
20 according to the present invention is provided. 

Thus, the advantages and particularities of the record carrier according to the 
present invention are also realized in relation to a method and to an optical recorder. This is 
also applicable with relation to the preferred embodiments of the record carrier that can be 
translated into preferred embodiments of the method according to the invention and of the 
25 optical recorder according to the invention. 

These and other aspects of the invention will be apparent from and elucidated 
with reference to the embodiments described hereinafter. 

BRIEF DESCRIPTION OF THE DRAWINGS 
30 Figure 1 shows a schematic drawing of an optical recorder according to the 

invention; 

Figure 2 shows a schematic drawing of a record carrier according to the 
present invention; 



PHNL040402EPP 

5 05.04:2004 
Figure 3 shows a flow chart illustrating a prefeiied embodiment of a method 
according to the present invention. 

DESCBIPTION OF PREFERRED EMBODBVIENTS 
5 Figure 1 shows a schematic drawing of an optical recorder according to the 

invention. Only components that are directly related to the present invention are shown in the 
schematic drawing. An optical disk 20 is arranged on a motor 26 of the optical recorder. A 
laser 28 is arranged so that a laser beam from the laser 28 can reach the optical disk 20. A 
controller 30 is provided in order to position the laser 28 so that the laser beam can reach a 

10 particular position on the optical disk 20. This is achieved by for example a translational 
movement of the laser 28 and a rotational movement of the disk 20 by means of the motor 
26. The positioning of the laser 28 is supported by a tracking system that can be similar to 
tracking systems of prior art that are used for reading and/or writing with respect to an optical 
storage medium. The controller 30 further comprises a memory 32 in which data are stored 

15 on basis of which an image is recorded on the optical disk 20. 

The laser beam from Ihe laser 28 is directed to the back of the optical disk 20. 
In this sense, the laser 28 can be a particular laser dedicated for recording the image on the 
optical disk 20. Another possibility is to provide a turning mechanism in order to tum the 
disk from a recording/reading position (not shown in Figure 1) into an image recording 

20 position (shown in Figure! )• Another possibility is to manually tum the disk in order to 
practice the present invention. 

The memory 32 containing the image data is not necessarily a part of the 
controller 30. For exatt^le, the memory can be an external memory. Another possibility is 
that data from the optical disk 20 contain the image information, so that, after reading these 

25 data, the image can be recorded on the back of the disk 20. 

Figure 2 shows a schematic drawing of a record carrier according to the 
present invention. The record carrier 10 comprises three stacked layers 12, 14, 16. For 
example, these layers are formed on the back of the optical disk 20 from Figure 1 , covering at 
least part of its surface. In this sense, the optical disk 20 acts as a substrate for the layers 12, 

30 14, 16. A grooved layer 34 is provided for tracking pxirposes. On top of the layers 12, 14, 16 
a cover layer (not shown) can be provided. This is particularly advantageous when the optical 
reading/writing unit of an optical recorder is used since the thickness of the cover layer can 
be adapted to the optical system. The layers 12, 14, 16 are optical property changing layers in 
the sense of the present invention. Particularly, the layers 12, 14, 16 change their color upon 
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the application of tbermal energy. For example, the initial color of the layers 12, 14, 16 is 
white. 

According to a preferred embodiment, upon the application of thermal energy, 
the layer 12 changes its color from white to green. The layer 14 changes its color from white 
5 to blue when thermal energy is applied. The upper layer 16 changes from white to red upon 
the application of thermal energy. If only a low laser power is applied, the laser beam 1 8 only 
reaches the upper layer 16. Thus, a red pixel is generated. If a laser beam 18* of moderate 
power is applied, this laser beam 18 is able to bum through the upper layer and to reach the 
layer 14. In case that the upper layer 16 becomes uncolored and transparent upon the 

10 application of mediate power, the color of the pixel corresponds to the color of the 

thermally decomposed medium layer 14. Thus, a blue pixel is provided. Similarly, upon 
application of a high power laser beam 18" the laser beam 1 8" is able to bum through two 
layers 16, 14 so that the lower layer 12 can change its color. One possibility is to obtain 
uncolored and transparent layers 16 and 14 upon the application of high power, thereby 

15 producing a pixel having the color of the thermally decomposed lower layer 12, i.e. a green 
pixel is provided. 

According to a different embodiment, it is not necessarily required to produce 
uncolored and transparent layers on top of the lowest layer to be reached by the laser beam. It 
is also possible to produce or maintain several colored stacked layers. In this case, a pixel that 

20 is generated by a laser beam that e.g. reaches the lowest layer 12 does not appear as a pixel 
having the color of the theraLially decomposed lower layer 12 but as a pixel generated by the 
mixing of the colors involved. Thus, the optical appearance of the pixels can be widely 
influenced by an appropriate selection of the temperature dependency of the colors. 

According to a stiU further embodiment, it is also possible to start with an 

25 upper layer that is colored without any application of a laser beam. A low laser power leads 
to decomposition of layers 16 and 14. A high or medium laser power leads to a 
d6Conq)Osition of layers 16, 14 and 12. Thus, an appropriate selection of the colors of the 
decomposed layers can for exainple lead to blue color due to the mixing of the colors of 
layers 16 and 14 and to green color due to the mixing of the colors of layers 16, 14, and 12. 

30 In any case, the optical appearance of a pixel is deteraiined by the optical properties of all 
visible layers. 

According to the invention, the decomposition temperature, i.e. the 
temperature needed for a color change, is different for the different layers 12, 14, 16. The 
layer 16 decomposes at decomposition temperature Ti, the layer 14 decomposes at 
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decomposition temperature T2, T2>Ti, layer 12 decomposes at decomposition temperature T3, 
T3>T2. Due to this selection of decomposition temperatures, a large difference in laser power 
is required in order to switch from the decomposition of one layer to the other layer. Thus, 
the adjustment of the laser powCT is not critical. Both, the laser power and the heat absorption 
of the three layers 12, 14, 16 determine the final temperature distribution in the recording 
stack. 

At the interfaces 22, 24 of the layers 12, 14, 16, interface layers can be 
provided. These interfece layers 22, 24 can act as a thermal barrier in order to further enlarge 
the required laser power modulation in order to reach different layers 12, 14, 16. hi a further 
embodiment, the color change of the layers is influenced by the chemical reaction between 
the adjacent layers, hi this case, the interface layers 22, 24 improve the chemical stability at 
room temperature. In other words, an unwanted chemical reaction without applying thermal 
energy by a laser beam is avoided. 

Figure 3 shows a flow chart illustrating a preferred embodiment of a method 
according to the present invention. After the start of the recording procedure in step SO 1 , 
pixel data, i.e. the position and the color of the pixels, are read from a memory in step S02. 
Consequently, the laser beam and/or the motor move into a position so that the desired 
location of the record carrier can be achieved by the laser beam in step S03. hi step S04 a 
laser power is applied that corresponds to the color information read from the memory. 
Thereby, a colored pixel of the desired color is recorded, hi step S05 it is judged whether 
more pixel data are to be processed. If not, the recording procedure ends at step S06, If yes, 
the next pixel data are read step S02. 

It is noted that the system and the method according to the present invention 
can be different from the examples shown in the drawings and descnbed above. For example, 
more than one laser can be supplied within the system so that the different needs of reading 
and writing data and of recording an image to the record carrier can be optimized with 
respect to the properties of the laser. Furthermore, the present invention is not limited to an 
application related to optical recording in the sense of CD, DVD, etc. The record carrier 
according to the present invention can be any suitable object on which an image is to be 
recorded. Thus, the present invention provides, on the on hand^ an improvement of optical 
recording by providing a desirable labeling strategy, and, on the other hand, a basic printing 
concept. 
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Equivalents and modifications not described above may also be employed 
without departing fi:om the scope of the invention, which is defined in the accompanying 
claims. 
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CLAIMS: 



1. A record carrier (10) comprising a plurality of stacked layers (12, 14, 16), the 

optical properties of at least a part of the stacked layers beiag changeable by applying heat, 
thereby providing a stack of optical property changing layers, so that a visible pattern can be 
written on the record carrier by applying a laser beam (18) to an upper surface of the stacked 
5 layers, wherein, depending on the power of the laser beam, the laser beam is able to reach the 
lower layers of the stack of optical property changing layers, characterized in that the 
teinperature required to induce an optical property change increases firom the upper to the 
lower optical property changing layers. 

10 2. The record carrier according to claim 1, wherein the plurality of stacked layers 

comprises a substrate on top of which the stack of optical property changing layers is 
arranged, and wherein the highest temperature is required for inducing an optical property 
change of the optical property changing layer that is arranged at the smallest distance to the 
substrate. 

15 

3. The record carrier according to claim 1, wherein a cover layer is arranged on 
top of the optical property changing layers. 

4. The record carrier according to claim 2, wherein the substrate is formed by an 
20 optical disk (20). 

5. The record carrier according to claim 1, wherein the plurality of stacked layers 
comprises a substrate on top of which the stack of optical property changing layers is 
arranged, and wherein the highest temperature is required for inducing an optical property 

25 change of the optical property changing layer that is arranged at the greatest distance to the 
substrate. 
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6. The record carrier according to claim 1 , wherein the stack of optical property 

changing layers comprises at least three layers, the optical power change being a color 
change and the color change of the at least three layers being different 

5 7. The record carrier according to claim 6, wherein the color diange of a 

particular layer induced by the laser beam is determined by the material the particular layer is 
made of. 

g The record carrier according to claim 6, wherein the color change induced by 

10 the laser beam is influenced by a chemical reaction between adjacent layers. 

9 The record carrier according to claim 6, wherein interface layers (22, 24) are 

arranged between optical property changing layers. 

15 10. A method of recording an image on a record carrier, the record carrier 

comprising a plurality of stacked layers, the optical properties of at least apart of the stacked 
layers being changeable by applying heat, thereby providing a stack of optical property 
changing layers, so that a visible pattern can be written on the record carrier by applying a 
laser beam to an upper surface of the stacked layers, wherein, depending on the power of the 

20 laser beam, the laser beam is able to reach the lower layers of die stack of optical property 
changing layers, characterized in that the temperature required to induce ah optical property 
change increases from the upper to the lower optical property dianging layers. 

2 J An optical recorder for recording an image on a record carrier according to 

25 any of claims 1 to 9. 
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ABSTRACT: 



A record carrier (10) and a method of recording an image on a record carrier 
(10) are provided. A plurality of optical property changing layers (12,14, 16) that change 
their color upon the application of thermal energy applied by a laser beam (1 8) is provided. It 
depends on the power of the laser beam (18) which layer of the stack is reached and thereby 
5 colored. Since the temperature to induce an optical proper^ change increases from one layer 
to the subsequent layer, a fine adjustment of the lasea: power is not needed. 

Fig. 2 
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